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PROCESSES
Filing
p. 25

Transferring

the

Design

p. 36

Annealing

p. 18

Pickling

p. 22

Cleaning

Preparing

the

Enamel

p. 129

Charging

the

Convex

Side

p, 130

Charging
the

Concave
Side

File the edges until they rest evenly on a flat

surface.

Leave the rough edge or burr on the edge; it

helps to hold the enamel in place.

Transfer the design and scratch the outline into

the metal; use the carbon method.

Anneal the metal.
Clean in pickle.

Scrub with a brush and fine pumice powder.
Prepare the enamel.   (See Question 6.)

Place the raised metal on a piece of white blot-
ting paper, convex side down.
Mix a little solution of gum tragacanth with
the enamel.

Charge the keyed surface evenly with the
enamel.

Absorb the moisture with a strip of white blot-
ting paper.

Turn the enameled piece over; let it rest on a
clean piece of blotting paper.
Charge each section with enamel and absorb
the moisture with strips of white blotting paper.
Each section should be nearly dry before plac-
ing a new color next to it. This precaution
will keep the colors from running into each
other.